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TECHNICAL  RAW MATERIALS.

The cross-section is of similar appearance except that the dentine canals,
seen on their narrow sides, are but 0.3-0.5/* broad." In tangential
section the network of interglobular spaces is evident and the lumens of
the dentine canals are seen to be incased in a thick, oval (in cross-section)
sheath.

NARWHAL IVORY.

The teeth of this animal are straight, 2-3 rn. long, twisted spirally to
the right, provided with numerous cracks and clefts, and covered with a
cement.

Radial sections show wavy and branched dentine canals, also very large
interglobular spaces forming a network. In cross-section the dentine

FIG. 255.   Narwhal Ivory.    Cross-section of Tooth.    Xs6o.   (FRITZ OBERMAYER.)

canals are straight, the interglobular spaces large and grouped so as
to form numerous contour lines which are partly isolated, oftener, however,
close side by side (Fig. 255). The cement is laminated and shows
beautiful bone corpuscles which are not compressed.

SPERM-WHALE IVORY.

The teeth have cement, dentine, and osteodentine. The crown
cement is almost white, the dentine brownish yellow, the osteodentine
amber-yellow and hyaline. Four systems of lines are evident in the
dentine. In radial section the dentine canals are straight, except in the

1 i